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SOLID-LIQUID INTERFACE SHAPE, AND OSF OCCURRENCE 
PULLING RATE UNDER NORMAL CONDITIONS 
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CORRESPONDENCE AMONG PULLING RATE RATIO, 
PRESENCE OR ABSENCE OF OSF REGION, AND HISTOGRAMS OF 
LPD COUNT PER WAFER UNDER CONDITION 6f COOLER INSTALLATION 
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